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This luting will replace all prior versions^ and listings^ of claims in the explication: 
Listing of Chinas; 

Qaim 1 (Cunently amended): A method for producing an acryEc copolymer^ which con^rises 
emulsion polymerizing a monomer mixture of (a) 30-70% by weight of perfhioroaDcylaDcyl 
(meth)aciylale, represented by the following graeral fbrmula: 



(where R is a hydrogen atom or a methyl group, R' is a linear or branched alkylene group having 1 -8 
carbon atoms» and Rf is a perfluoroallQrl group havizig 4-16 carbon atoms), (b) 25^60% by weight of 
stcaryl (meth)acrylate, (c) 0.1-5% by weight of (meth)aciylainide» and (d) 0.1-5% by weight of N- 
methylol (nieth)aciylamide in the presence of a non^ionk; and/or cationic sur&ctant, wherein a 
polypropylene glycol-hascd compound having a molecubr weight of 25ft>5.000 is used as an 
emulsification aid. 

Ckim 2 (Previously presented): A method of producing an acrylic copolymer according to Claim 1 , 
v^erein after the moiiomer mixture is emulsified and dispersed 1^ an emulsification means using a 



CHa=CROOR*Rf 
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high pressure homogenizer* a colloid mill or an ultrasonic dispersing apparatus, the emulsion 
polymerization is cairied out by addiqg a polymerization initiator thereto. 

Claim 3 (Previously presented): An emulsion polymerized acrylic copofymer produced by a method 
according to Claim L 

Claim 4 (Previously presented): A iroter and oil repeltent,whi(^conqirises an emulsion pol^^ 
acrylic copolymer according to Claim 3. 

Claim S (Previously piesrated): An emulsion polymerized acrylic copolymer produced by a method 
according to Claim 2. 

Claim 6 (Previously presented): Av^erandoilrepeUent, whichconq)rjsesaneniiilsionpoiyn^^ 
aciylic copolym^ according to Claim 5. 
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